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PRELIMINARY AMENDMENT 

Assistant Commissioner for Patents 
Washington, D.C. 20231 

Sir: 

Please amend as follows: 
In the Claims: 

Cancel all claims presently on fiie^^ and substitute the 
following new claims: 

16. A method of separate application of resin and hardener 
components of an amino resin gluing system onto a substrate, 
wherein the hardener comprises a filler in an amount of less than 
20% by weight and a volatile acid, wherein the components of the 
gluing system are applied in the form of strands or by means of 
spraying, or any combination thereof, in optional order of applica- 
tion. 

17. A method according to claim 16, wherein the resin com- 
ponent is applied in the form of strands, whereafter the hardener 
component is applied by means of spraying. 

1 
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18. A method according to claim 16, wherein the components 
of the gluing system are separately applied, in the form of 
strands^ in optional order, onto the substrate. 

19. A method according to claim 18, wherein the later ap- 
plied strands of one component substantially overlap the correspon- 
ding previously applied strands of the other component (s) . 

20. A method according to claim 19, wherein the hardener 
component is applied in the form of strands on top of the resin 
component applied in the form of strands. 

21. A method according to claim 18, wherein the later ap- 
plied strands of one component do not overlap the corresponding 
previously applied strands of the other component (s) . 

22. A method according to claim 18, wherein the later ap- 
plied strands of one component do not contact the corresponding 
previously applied strands of the other component (s) . 

23. A method according to claim 16, wherein the hardener 
comprises volatile acid in an amount of 10-30% by weight. 

24. A method according to claim 16, wherein the weight ratio 
of hardener to resin is 1:3,5-1:2. 

25. A method according to claim 16, wherein the resin compo- 
nent is selected from the group of melamine-urea-f ormaldehyde, 
urea-formaldehyde^ or melamine-f ormaldehyde resins. 

26. A method according to claim 16, wherein the hardener 
comprises a filler in an amount of less than 10% by weight. 
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27. Hardener composition for use in the method of claim 16, 
wherein it comprises a filler in an amount of less than 20% by 
weight and a volatile acid, 

28. Hardener composition according to claim 21, wherein it 
comprises volatile acid in an amount of 10-30% by weight. 

29. Hardener composition according to claim 21 , wherein the 
volatile acid is formic acid^ acetic acid^ or pyrovic acid. 

30. Hardener composition according to claim 27, wherein it 
comprises a filler in the amount of less than 10% by weight. 



By this Preliminary Amendment, new claims are presented for 
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1 

METHOD OF APPLiCATfON_ 

According to the present invention tiiere is provided a method of separate 
appiication of a gluing system, comprising an amino resin and hardener components, 
onto a substrate. The present invention also provides a hardener composition comprising 
5 a volatile acid, which can be used in the method and a device for carrying out the 
method. 

The resin component, preferably in the form of strands, is preferably applied 
first, whereupon the hardener component is applied. The method can, for example, be 
employed in the production of glueiam or laminated timber 

10 Separate application of the components of a gluing system onto a substrate, 

such as, for example, a piece of wood, is known in the art, and places certain restrictions 
on the characteristics of the components used. By keeping the different components, 
often only resin and hardener components, separated in the application device, many 
advantages are offered, as is known in the art. From the viewpoint of, interalia, pot life, 

15 operation, and cleaning, separate appiication of the components of a gluing system is 
preferred over the appiication of a mixture of said components. 

In EP 0 362 742 separate appiication of, interafia, amino resin gluing systems to 
wooden parts is suggested, by means of curtain application of both the components, or 
of one component, and strand application of the other However, there is no indication of 

20 a preferred order of appiication of said components. In the example given, only a phenoi- 
resorcinol-formaidehyde resin gluing system was used, 

WO 97/29161 is concerned with a two-component glue system for the 
production of laminated wood panels, and only in general terms mentions separate 
appiication of melamlne glues. Neither a particular method nor a specific order of 

25 application of the components is suggested. The hardener component used contains 20- 
40 % by weight of an inorganic filler. 

However, in practice, it has now been found that for separate appiication, when 
only a small amount of hardener is used, as is often the case, curtain application is 
difficult to realise with a good giuing result, since it is hard to secure the accomplishment 

3 0 of a continuous and uniform curtain fomied of only a relatively small flow, possibly 
leading to an impaired gluing result and glue joints having reduced strength. Additionally, 
the curtain is easily affected by even small wind blows. Moreover, it has also been found 
that a high amount of filler in the hardener component, such as 20-40 % by weight, 
inhibits the achievement of an adequate blending of the applied components on the 

3 5 substrate. 
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Furthermore, technical solutions are still sought for the need to find simple 
application systems for separate application of the components of a gluing system, which 
can be adjusted to the gluing system in question and the desired assembly times. By 
assembly time it is meant the time that lapse from the moment of application of a gluing 
5 system onto a substrate to the moment of pressing the substrates to be glued together 
Accordingly, the present invention provides a method of application of an amino 
resin gluing system, a hardener composition suitable for use in the method and a device 
suitable for carrying out the method, by which the above-mentioned problems are 
overcome. 

10 The method according to the invention is defined in the appended claims. It 

comprises separate application of resin and hardener components of an amino resin 
gluing system onto a substrate, wherein the hardener comprises a volatile acid, and 
optionally a filler in an amount of less than 20% by weight and the components of the 
gluing system are applied in the form of strands or by means of spraying, or any 

15 combination thereof, in optional order of application. 

The amino resin used in the method of the invention can be any amino resin, 
such as, for example, urea-formaidehyde, melamine-urea-formaldehyde, melamine- 
formaldehyde, meiamine-urea-phenoi-formaidehyde resin, and furfuryl alcohol modified 
varieties thereof, the preferred resin being melamine-urea-formaldehyde. 

20 According to the method, an amino resin, and a suitable hardener is applied 

separately to wooden substrates, in the method, the resin component is preferably 
applied first in the form of strands, whereupon the hardener is applied in the form of 
strands, or alternatively, is applied by means of spraying. By use of the preferred order of 
application according to the invention, any damages to the substrate, such as wood, due 

25 to the hardener composition is minimised. 

Depending on the reactivity of the components in the gluing system, the desired 
assembly times, special considerations about substrate damaging by the acid used in the 
hardener and emission of vapour of the acid into the surrounding atmosphere, such as. 
in the working environment, the later applied strands may overlap, do not overlap, or do 

3 0 not contact, respectively, the corresponding previously applied strands of the other 
components. 

As used here, the term "strand" also comprehends the meaning of the term 
"ribbon", also conventionally used in the art, and any other like term. 

A hardener composition is also provided according to the present invention as 
3 5 defined in the appended claims, for use in combination with amino resin gluing systems. 
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The hardener composition can be used in the method of the present invention in order to 
make the gluing system faster curing, and to obtain joints endowed with higher strength. 

As an essential constituent of the hardener component of amino resin gluing 
systems, an acid is included. When aggressive acids are used, remaining acid in the 
5 giued product might cause detrimental effects to the substrate or joint, reducing the 
strength of the substrate and/or the joint, and/or discoloration of the substrate by the 
acid, which is highly undesirable. 

Thus, the hardener composition according to the present invention comprises a 
volatile acid, which can readily be evaporated so that no detrimental amounts of acid will 
10 remain in the resulting glue joint, and which also allows for relatively large amounts of 

acid (and thus hardener) to be used in order to obtain a fast-curing system, if desired, 
t The device according to the invention is defined in the appended claims and can 

be used for carrying out the method, wherein the components of the gluing system are 
applied in the form of strands into a substrate. 
2^5 According to the method of the invention, the hardener component can aiso be 

applied first, followed by the resin component, while the preferred order of application 
„ being the hardener component first, followed by the resin component. 

Besides the volatile acid, the present hardener can also comprise water, 
A thickener, resorcinol, and, optionally, a relatively low amount of filler. 
[•^0 The hardener can either be free from filler, or alternatively contain a filler in an 

amount, for example, suitably of at least 1 % by weight and preferably of at least 5 %. 

The hardener composition to be used in the method according to the invention 
comprises: 

- up to 50% by weight of a volatile acid, suitably 5-30 %, preferably 10-30 % and most 

2 5 preferably 1 0-25 % , and 

- suitably less than 20% by weight of a filler, preferably less than 15 % and most 
preferably less than 10 %. 

The amount of filler used, if any, can be determined as suitable under the 
specific circumstances from time to time. However, as shown in Example 1, hereinafter, 

3 0 the strength of the resulting joint appears to be reduced with higher amounts of filler. 

Suitable fillers include, for example, kaolin. 

As used here, the term "volatile acid" is to be understood as meaning; having a 
low boiling point, and/or having a low vapour pressure at room temperature. Said adds 
should suitably have a vapour pressure of less than 10 mm Hg at a temperature of up to 
3 5 60 ^C. 
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Suitable acids are, for instance, organic and inorganic acids, whereby the 
organic acids are preferred. Preferred organic acids include, for example, formic acid, 
acetic acid and pyrovic acid. Suitable inorganic acid include, for example, hydrochloric 
acid. Preferably formic acid may be used. 
5 A high proportion of acid makes the gluing system faster-curing. By using 

volatile acid, which easily can be evaporated, a relatively larger amount of hardener in 
relation to resin can be used, such as a weight ratio of hardener to resin, for example, of 
about 1:6-1:1, suitably 1:4-1:1, preferably 1:3,5-1:2, leading to a higher-strength joint and 
a faster-curing system, as shown in Example 2, hereinafter. 
10 Accordingly, in a preferred embodiment, the hardener composition comprises a 

relatively low filler content, a relatively high volatile acid content and a relatively high 
weight ratio of hardener to resin, as defined herein. 

In the method of the present invention, the resin and hardener components can 
be applied in any order in the form of strands or by means of spraying, more suitably, the 
15 resin and hardener are applied in the form of strands, or, alternatively, the hardener 
component can be applied by means of spraying and the resin in the form of strands, 
wherein the hardener rn either case preferably is applied following the application of the 
resin. Preferably they are both applied in the form of strands. 

Depending on the reactivity of the components of the gluing system and the 

2 0 desired assembly time, the strands of the different components, such as the hardener 

and the resin, can be applied in relation to each other in various suitable ways. Thus, for 
low reactive/slow curing gluing systems, and/or short assembly times, it is suitable that 
the later applied strands of one component overlap the corresponding strands of the 
previously applied component(s), or they are applied adjacent to each other so that they 
25 are in essentially contact with each other. When high reactive/fast curing gluing systems 
are used, and/or long assembly times are desired, it is suitable that the later applied 
strands of one component are applied with a certain distance in relation to the 
corresponding strands of the previously applied component(s). For assembly times of 
about 60-120 min a distance of about 4-8 mm between the strands of the different 

3 0 components of the gluing system, such as the hardener and the resin, is suitable, for 

assembly times of about 15-60 min a distance of about 2-4 mm is preferred, and for 
assembly times of about up to 15 min overiapping of the strands or essentially contact 
between them is preferred. 

However, when the avoidance of the contact of the hardener component with 
3 5 the substrate is of primary concern, such as, for instance, for protection of the substrate 
from the resin component, the resin component should desirably be apphed so that the 
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strands wili form a continuous layer on the substrate, on top of which the hardener 
subsequently is applied in the form of strands, or by means of spray application. 

In the case of application in the form of strands of both components, it is 
preferred that the hardener is applied on top of the resin strands, whereby any undesired 
5 contact of the hardener with the substrate can be prevented, and admixing of the 
components is enhanced. 

Accordingly, in one embodiment of the method of the present invention, the 
hardener is applied on top of the resin strands. In this embodiment it is conceivable even 
to use hardeners, or hardeners having constituent(s), from which the substrate desirably 
10 should be protected, without damaging the substrate or impairing the strength of the 
resulting glue joint. 

In this manner the substrate is protected from direct contact with the hardener, 
which is often highly desirable. The direct contact of the acid in the hardener, applied on 
top of the resin component on a first piece of substrate, with another piece to be glued 
15 together with the first one, is limited to a certain extent by the fact that some of the acid 
will have diffused, or migrated, into the resin component at the point of time when the 
pieces are brought together and pressed. This method allows for relatively large 
quantities of volatile acid to be employed. 

The opposite order of application, i.e., the hardener first, is also possible, 
20 although not preferred. This order of application can, for example, be used where it is 
desirable to avoid or minimise any emission of vapour of the acid into the surrounding 
atmosphere, such as, in the working environment, especially if the acid used is not 
detrimental to the specific substrate. This order of application could also be 
advantageous, e.g., in the case where an expandable gluing system is used, in order to 
25 prevent the generated gas from escaping into the atmosphere. 

Moreover, if it is desired or required, the hardener may be divided In one or 
more strands, which may have different compositions with reference to the amounts of 
volatile acid and filler, and be applied separately. 

A suitable device which can be used in the method according to the present 
3 0 invention for the application in the form of strands of bcfth the components, is a device 
comprising a unit of at least two hollow members, at least one member for each 
component, provided with a number of orifices in each member designed to apply the 
respective component onto a substrate, below said hollow members, to form strands, the 
hollow members being positioned above the plane of application, wherein each of the 
35 orifices of one hollow member are aligned in the machine direction in relation to the 
corresponding orifices of the other hollow member(s). This device enables application of 
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the components of a gluing system, such as a resin and a hardener, onto a substrate, 
wherein the later applied strands of one component are overlapping the previously 
applied strands of the other component(s). 

Another suitable device which can be used in the method according to the 
5 present invention for the application in the form of strands of both the components, is a 
device comprising a unit of at least two hollow members, at least one member for each 
component, provided with a number of orifices in each member designed to apply the 
respective component onto a substrate below said hollow members to form strands, the 
hollow members being positioned above the plane of application, wherein each of the 

10 orifices of one hollow member are parallel displaced in the machine direction in relation 
to the corresponding orifices of the other hollow member(s). This device enables 
application of the components of a gluing system, such as a resin and a hardener, onto a 
substrate, wherein the later applied strands of one component are applied at a certain 
distance, depending on the gluing system used and the wanted assembly time, in relation 

15 to the previously applied strands of the other component(s). 

By the use of such a device, when the resin component is applied first, the 
application of the strands of the resin component can also easily be adjusted, so that said 
strands, when applied to the substrate, coalesce to form an essentially continuous layer, 
on to which the hardener can be applied in the form of strands, or by means of spraying. 

2 0 The application is conveniently carried out with amounts of the components to 

be applied to the substrate in the range of about 200-500 g/m^. 

A suitable feeding rate is up to about 300 m/min, more suitably 30-250 m/min, 
and, preferably 60-200 m/min. At feeding rates below 30 m/min difficulties in dosage are 
likely to be encountered due to discontinuous strands emanating from the orifices (also 

2 5 referred to as dripping). 

EXAMPLE 1 

A beam was prepared from lamellae having the following dimensions: 
length = 280 mm 
thickness = 33 mm 

3 0 width = 145 mm 

To the hardener used in this Example, comprising 17 % by weight of formic acid, 
which had been added to water, kaolin in the amounts listed below was added as a filler, 
wherein the amount of 30 % is not an example according to the present invention, and, 
thereafter the hardener was thickened by means of polyvinyl alcohol to a viscosity of, at 
3 5 25 ^C, 2 000 mPas. 
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The resin and hardener components were applied separately in the form of 
strands, rn the preferred order, in a totaf amount of 400 g/m^. The ratio of hardener to 
resin used was 30:100, and the resin used was melamine-urea-formaldehyde. 

The time and temperature used, and pressure applied, in the pressing was 20 
5 ^C, 20 h, and 8 bar, respectively. 

After pressing, and one day for the joints to stabilise, the beam was delaminated 
according to EN-391-B 1 cycle. The following results were obtained: 

Joint Content filler in hardener % Delamination 

1 0 % 0,0 

10 2 5% 2.0 

3 15% 6.1 

4 (comparative) 30 % 24.0 

EXAMPLE 2 

A beam was prepared from lamellae having the following dimensions: 
15 length = 280 mm 
thici<:ness = 33 mm 
width = 145 mm 

The hardener used in this Example consisted of 17 % by weight of formic acid, 
which was added to water, and thickened by means of polyvinyl alcohol to a viscosity, at 
20 25 ^C, of2 000mPas. 

Application and pressing were performed in the same manner as in Example 1 , 
using the same resin. 

After pressing and one day for the stabilising of the joints, the beam was 
delaminated according to EN-391-B 1 cycle. The following results were obtained: 
25 Joint Ratio resin/hardener % Delamination 

1 100:15 11.5 

2 100:20 12.0 

3 100:30 0.0 

The method of the present invention could also be used for the separate 
3 0 application of the resin and hardener components of an expandable amino resin gluing 
system wherein said hardener component is acidic, and the resin component comprises 
one or more gas generating substance capable of forming a gas when contacted with 
said hardener component, wherein the hardeners of the present invention also can be 
used, A suitable corresponding resin component could, for example, comprise such gas 
3 5 forming substance{s) in an amount in the interval of 0.1-10 % by weight, as calculated on 
the pure, active form of said substance(5). 
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CLAIMS 

1. A method of separate application of resin and hardener components of an 
amino resin gluing system onto a substrate, characterized in that the hardener 
comprises a filler in an amount of less than 20% by weight and a volatile acid, wherein 

5 the components of the gluing system are applied in the form of strands or by means of 
spraying, or any combination thereof, in optional order of application. 

2. A method according to claim 1, characterized in that the resin 
component is applied in the form of strands, whereafter the hardener component is 
applied by means of spraying. 

10 3. A method according to claim 1, characterized in that the components 

of the gluing system are separately applied, in the form of strands, in optional order, onto 
\^ the substrate. 

4. A method according to claim 3. characterized in that the later .applied 
2 strands of one component substantially overlap the corresponding previously applied 

1 5 strands of the other component(s). 

5. A method according to claim 4, characterized in that the hardener 
r ^ component is applied in the form of strands on top of the resin component applied in the 
..^ form of strands. 

6. A method according to claim 3, characterized in that the later applied 
;'j20 strands of one component do not overlap the corresponding previously applied strands of 

the other component(s). 

7. A method according to claim 3, characterized in that the later applied 
strands of one component do not contact the corresponding previously applied strands of 
the other component(s). 

2 5 8, A method according to claim 1, characterized in that the hardener 

comprises volatile acid in an amount of 10-30 % by weight. 

9. A method according to claim 1, characterized in that the weight ratio 
of hardener to resin is 1:3,5-1:2. 

10. A method according to claim 1, characterized in that the resin 

3 0 component is selected from the group of meiamine-urea-formaldehyde, urea- 

formaldehyde, or melamine-formaldehyde resins. 

11. A method according to claim 1. characterized in that the hardener 
comprises a filler in an amount of less than 10% by weight 
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12. Hardener composition for use in the method of any of the claims 1-11, c h a 
racterizedin that it comprises a filler in an amount of less than 20 % by weight and 
a volatile acid, 

13. Hardener composition according to claim 12, characterized in that it 
5 comprises volatile acid in an amount of 10-30 % by weight. 

14. Hardener composition according to claim 12 or 13, characterized in 
that the volatile acid is formic acid, acetic acid, or pyrovic acid. 

15. Hardener composition according to claim 12, 13 or 14, characterized 
in that it comprises a filler in an amount of less than 10% by weight. 
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As a below named inventor, I hereby declare that: 

My residence, post office address and citizenship are as stated below next to my name. 

I believe I am the original, first and sole inventor (if only one name is listed below) or an 
original, first and joint inventor (if plural names are listed below) of the subject matter 
which is claimed and for which a patent is sought on the invention entitled 

Method of application 

the specification of which: 
S is attached hereto, and/or 

□ was filed on as AppUcation Ser. No. 

□ and was amended on (if applicable). 

I hereby state that I have reviewed and understand the contents of the above-identified 
specification, including the claims, as amended by any amendment referred to above. 

I acknowledge to the duty to disclose information which is material to the examination of 
this application in accordance with Title 37, Code of Federal Regulations, Sec. 1.56(a). 

I hereby claim foreign priority benefits under Title 35, United States Code, Sec. 119 of any 
foreign appIication(s) for patent or inventor* s certificate listed below and have also 
identified below any foreign application for patent or inventor^s certificate having a filing 
date before that of the application on which priority is claimed: 

PCT/SE99/01084 



9802223-9 


Sweden 


22 June 1998 


9802222-1 


Sweden 


22 June 1998 


9802224-7 


Sweden 


22 June 1998 


9803549-6 


Sweden 


16 October 1998 


9803550-4 


Sweden 


16 October 1998 


9803551-2 


Sweden 


16 October 1998 


60/091,438 
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1st July 1998 


60/091.442 
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(Number) 


(Country) 
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I hereby claim the benefit under Title 35, United States Code § 119 of any provisional 
application(s) listed below. 



60/091.440 US 1st Julv 1998 

(Number) (Country) (Year/Month/Day) 



POWER OF ATTORNEY: As a named inventor, I hereby appoint the foDowmg as my 
attorneys of record, with full power of substitution and revocation, to prosecute this 
application and to transact all business in the Patent Office: 

David Serbin Re& No. 30^.(^/^ 

Direct all correspondence to: 

Law Offices of David J. Ser bin 
14^JEawhataBuStreet 

ALEXANDRIA V A 22iy, ^ 

I hereby declare that all statements made herein of my own knowledge are true and that 
all statements made on information and belief are believed to be true; and further, that 
these statements were made with the knowledge that willful false statements and the like 
so made are punishable by fine or imprisonment, or both, under Sec- 1001 of Title 18 of 
the United States Code and that such willful false statements may jeopardize the validity 
of the application or any patent issued thereon. 

t ^ 

Full name of sole or first inventorTNAl^IJSAKIR Benyahia 
Inventor's signature 
Date /WM/y 




Residence: Saltsjo-Boo, Sweden 

Citizenship: Swedish ^^^^ 
Post Office Address: Centralvagen 4 D, S-132 40 SALXSJQ=BOO, Sweden 
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Full name of second joint inventor, if any: LINDB^^G S tefan 



Inventor's signature . 




Date 6^/0//^ 




Residence: Vallentuna, Sweden 

Citizenship: Swedish ^ 
Post Office Address: Lagmansvagen 33, S-186 42 VALLENTUNA, Sweden 




n JANACkOYICAi 



Full name of third joint inventor, if any: 
Inventor's signature 
Date 



Residence: Alta, Sweden 



Citizenship: Swedish S^^^^^ 
Post Office Address: Alta idrottsvag 10 A, S-138 33 ALTA^^weden. 
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